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BASIC-ABSTRACT: 



Mixt. of heat resistant material powder and binder is preformed and 
all preform 

surfaces are coated with substance to be removed by heating or 
diminished 

pressure. Coating preform is then press formed in pressure vessel by 
high 

isostatic pressure and successively allowed to come into contact with 
supercritical fluids or fluids liquified by pressure to elute and to 
remove 

binder in formed body. 

Heat resistant material is metal, metal oxide, ceramics, etc. Binder 
and 

coating substance may use higher alcohol, fatty acid polyethylene, 
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etc. Fluids 

may use C02 or f luorohydrocarbon. Isostatic pressure is 100-1000 
kg/cm2 . 

USE - Fluids may be used for bath formation and degreasing of formed 
body, 

process may be shortened and appts. may be simplified. 

ADVANTAGE - Coated preform is then press formed in pressure vessel by 
high 

isostatic oressure, and successively allowed to come into contact 
with 

supercritical fluids or fluids liquified by pressure to elute and to 
remove 

binder in formed body. 

Heat resistant material is metal, metal oxide, ceramics, etc. Binder 
and 

coating substance may use higher alcohol, fatty acid polyethylene, 
etc. Fluids 

may use C02 or f luorohydrocarbon. Isostatic pressure is 100-1000 
kg/cm2 . 
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